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FILM FOR PRINT LAMINATE 

PURPOSE: To manufacture a film for laminate of superior gloss and without curling by 
providing a biaxial oriented polypropylene film layer on one surface of a polyolefin group 
layer, laminating a thermal adhesion polymer layer containing specific volumes of a 
specific ethylenepropylene block copolymer and ethylene(meth) acryl ester copolymer on 
the other surface and making the outer surface specified surface roughness. 

CONSTITUTION: A laminate film consists of three layers, layer A/(slash) layer B/ layer C. 
The layer A is a biaxially oriented polypropylene film layer, the layer B is a polyolefin group 
film layer and the layer C is a thermoplastic adhesion polymer layer constituted of a 
mixture of 10~45wt.% of an ethylene propylene block copolymer containing 1 5~45wt.% 
of ethylene component, and 55~90wt.% of an ethylene acryl ester copolymer or an 
ethylene (meth)acryl ester copolymer containing 75~95wt.% of ethylene component, and 
the surface roughness Ra of the layer C is 0.15~0.75|am. A film for print laminate of 
superior gloss properties and heat resistance is manufactured, and its print-laminate paper 
never gets curling nor peel-off of adhesion by the solded heat plate iron treatment. 
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